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chimney. In this way there is produced in the flue H a strong draft
toward the chimney, and since the flue H communicates at its lower end
with the sheet-iron chamber E, which entirely covers the upper opening of the
bath of fused potassium cyanide, all the poisonous vapors which are evolved
are rapidly drawn toward the chimney as they are formed.

The following figure (Fig. 125) represents another illuminating gas furnace
made by the same firm for the same purpose and on the same principles as the
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preceding one, but of a form adapted to the cementation of steel plates. To
this end the crucible has the form of a rectangular prism, and since with a
crucible of this form the circulation of the gases of combustion is more
difficult and less regular, the four burners can each be regulated indepen-
dently of the others, and each directs gas and air into the combustion chamber
in the form of numerous small jets. In this furnace, also, the poisonous gases
are drawn off in the same way as described for the preceding furnace.

The substance most frequently and almost exclusively used as liquid